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CLAIMS 

Please cancel Claims 1, 3 and 5. The status of the claims is as follows. 
1 (cancelled). 

2(original). In a method for making Mechanical pulp comprising the steps of grinding or 
refining wood to create unbleached pulp and then bleaching the pulp; the improvement 
comprising treating the pulp with from about 0.002 weight % to about 0.02 weight % of an 
organic sulfide chelating agent before or during bleaching. 
3 (cancelled). 

4(original). In a method for making Mechanical pulp comprising the steps of grinding or 
refining wood to create unbleached pulp and then bleaching the pulp; the improvement 
comprising treating the pulp with from about 0.002 weight % to about 0.02 weight % of an 
organic sulfide chelating agent before or during bleaching, wherein said organic sulfide 
chelant is selected from the group consisting of monomelic dithiocarbamates, polymeric 
dithiocarbamates, polydiallylamine dithiocarbamates, 2,4,6-trimercapto-l,3,5-triazine, 
thiocarboxylic acid, thioglycolic acid, sodium trithiocarbonate, mercaptoquinazolinone, 
mercaptopyridine, mercaptopyrimidine, tbiolactic acid, mercaptoethanol, mercaptopropanol, 
2,3-dimercaptopropanol, thioglycerol, oxydiethanethiol, disodium 
ethylenebisdithiocarbamate, dithiothreitol, benzenethiol, mercaptoimidazole, 
mercaptobenzimidazole, mercaptotriazole, mercaptotetrazole and salts thereof and mixtures 
thereof. 
5(cancelled). 
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6(original). In a method for making Mechanical pulp comprising the steps of grinding or 
refining wood to create unbleached pulp and then bleaching the pulp; the improvement 
comprising treating the pulp with from about 0.002 weight % to about 0.02 weight % of an 
organic sulfide chelating agent before or during bleaching, and also adding an optional 
additional chelant, an optional surfactant and optionally polyacrylic acid , 
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CONCLUSION 



Applicants respectfully assert that the presently submitted list of claims mee 
requirements of 37 C.F.R. §1.121. Early notice to this effect is earnestly solicited. 

Respectfully Submitted, 



Michael B. Martin, Reg. No. 37,521 
Nalco Company 
Patent & Licensing Department 
1601 West Diehl Road 
Naperville, IL 60563-1198 
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